Portland Cement Manufacture

require most repairs and attention, is that which is directly
exposed to the reducing action of the white-hot clinker.

FIG. 13.
As the bulk of the charge shrinks to about one-half after
calcination, owing to the expulsion of the carbonic acid in
the slurry and the combustion of the coke, and as the fire
commences at the bottom and gradually works up, it is